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WHAT IS CLAIMED IS: 

1. A method of providing indicia on a substrate, the method 
comprising: 

' \ s creen printin g a substrate to make a decorated portion and a laser 

ablation portion\pn the substrate; and 

la ser ablating the laser ablation portion to provide the indicia on 
the substrate. \ ^ 

2. The method of Claim 1, further comprising firing the decorated 
and laser ablation portions after the laser ablating step. 

3. Th A method of Claim 2, further comprising bending the substrate 
after the laser ablating step. 

4. The method of Claim 3, wherein the substrate is bent during the 

firing step. 



5. The method\of Claim 1, further comprising bending the substrate 
after the screen printing step. 

6. The method of S^laim 1, further comprising bending the substrate 
after the laser ablating step. 

7. The method of Claiiij 1, wherein the indicia comprises 
serialization information. 

8. The method of Claim l,\/herein the indicia comprises 
manufacturing information. 

9. The method of Claim 1, wherein the indicia comprises a serial 
number, bar code, patch code, logo or combination thWeof. 

10. The method of Claim 1, wherein the substrate comprises glass. 

11. The method of Claim 1, wherein the^substrate comprises 
automotive glass. 

12. The method of Claim 11, wherein the d&^orated portion comprises 
a border around a periphery of the automotive glass. 

13. The method of Claim 11, wherein the decor^ed portion comprises 
a part number of the automotive glass. 

14. The method of Claim 11, wherein the decorated portion comprises 

a logo. 

15. The method of Claim 11, wherein the indicia compri^ 
manufacturing information of the automotive glass. 
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16. The method of Claim 11, wherein the indicia comprises an 
automobile serial number. 

17. The method of Claim 1, wherein the screen printed material has a 
composition comprising from about 35 to about 75 weight percent glass frit, from about 
5 to about 40 weight percent pigment, from zero to about 25 weight percent crystal seed 
powder, and from about 10 to about 40 weight percent printing medium. 

18. The method of Claim 1, wherein the screen printed material has a 
composition comprising from about 40 to about 60 weight percent glass frit, from about 
10 to about 35 weight percent pigment, from zero to about 25 weight percent crystal seed 
powder, from zero to about 10 weight percent metal and/or metal oxide materials, and 
from about 15 to about 40 weight percent printing medium. 

19. A method of providing indicia on automotive glass, the method 

comprising: 

screen printing the automotive glass to make a decorated portion 
and a laser ablation portion on the automotive glass; and 

laser ablating the laser ablation portion to provide indicia on the 

automotive glass. 

20. The method of Claim 19, further comprising firing the decorated 
and laser ablation portions after the laser ablating step. 

21. The method of Claim 20, further comprising bending the 
automotive glass after the laser ablating step. 

22. The method of Claim 21, wherein the automotive glass is bent 
during the firing step. 

23. The method of Claim 19, further comprising bending the 
automotive glass after the screen printing step. 

24. The method of Claim 19, further comprising bending the 
automotive glass after the laser ablating step. 

25. The method of Claim 19, wherein the decorated portion comprises 
a border around a periphery of the automotive glass. 

26. The method of Claim 19, wherein the decorated portion comprises 
a part number of the automotive glass. 

27. The method of Claim 19, wherein the decorated portion comprises 

a logo. 
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28. The method of Claim 19, wherein the indicia comprises a serial 
code, patch code, logo or combination thereof. 

29. The method of Claim 19, wherein the indicia comprises 
serialization information. 

3d* The method of Claim 19, wherein the indicia comprises 
manufacturing information of the automotive glass. 

31. \ The method of Claim 19, wherein the indicia comprises an 
automobile serial number. 

32. Tfie method of Claim 19, wherein the screen printed material has a 
composition comprising from about 35 to about 75 weight percent glass frit, from about 
5 to about 40 weight percenVpigment, from zero to about 25 weight percent crystal seed 
powder, and from about 10 toNabout 40 weight percent printing medium. 

33. The metnod of Claim 19, wherein the screen printed material has a 
composition comprising from about 40 to about 60 weight percent glass frit, from about 
10 to about 35 weight percent pigment, from zero to about 25 weight percent crystal seed 
powder, from zero to about 10 weignk percent metal and/or metal oxide materials, and 
from about 15 to about 40 weight percent printing medium. 

34. A screen printed substrate comprising a screen printed decorated 
portion and a^creen^prin ted laser ablation p ortion configured for subsequent laser 
ablation. 

35. The screen printed subsYrate of Claim 34, wherein the substrate 
comprises glass. 

36. The screen printed substrain of Claim 34, wherein the substrate 
comprises automotive glass. 

37. The screen printed substrate oKClaim 36, wherein the decorated 
portion comprises a border around a periphery of the automotive glass. 

38. The screen printed substrate of Claim 36, wherein the decorated 
portion comprises a part number of the automotive glass. 

39. The screen printed substrate of Clairrly36, wherein the decorated 
portion comprises a logo. 

40. The screen printed substrate of Claim 3& wherein the indicia 
comprises manufacturing information of the automotive glass. 

41. The screen printed substrate of Claim 36, Wfcerein the indicia 
comprises an automobile serial number. 
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A screen printed and laser ablated substrate comprising: 
a screen printed decorated portion of the substrate; and 
a screen printed and laser ablated portion of the substrate. 
The screen printed and laser ablated substrate of Claim 42, 



wherein wherein\he substrate comprisq£g^ss^> 

44. \ The screen printed and laser ablated substrate of Claim 42, 
wherein the substrateYomprises automotive glass. 

45. hho screen printed and laser ablated substrate of Claim 44, 
wherein the decorated portion comprises a border around a periphery of the automotive 
glass. \ r 

46. The screen printed and laser ablated substrate of Claim 44, 
wherein the decorated portiomcomprises a part number of the automotive glass. 

47. The screen printed and laser ablated substrate of Claim 44, 
wherein the decorated portion comprises a logo. 

48. The screen Winted and laser ablated substrate of Claim 44, 
wherein the indicia comprises manufacturing information of the automotive glass. 

49. The screen printed and laser ablated substrate of Claim 44, 
wherein the indicia comprises an automobile serial number. 

50. A screen printingYscreen comprising a decoration portion and a 
separate laser ablation portion. \ 

51. The screen printingWreen of Claim 50, wherein the decoration 
portion comprises a border around a periphery of the screen. 

52. The screen printing screen of Claim 50, wherein the decoration 
portion comprises an automotive glass part number. 

53. The screen printing screen of Claim 50, wherein the decoration 
portion comprises a logo. \ 

54. The screen printing screen of Claim 50, wherein the laser ablation 
portion is configured to provide indicia. \ 

55. The screen printing screen of Claim 54, wherein the indicia 
comprises a serial jiumber 1 _ba r code, pa tch co^,Jk)go\ or comb ination thereof. 

56. The screen printing screen of Claim 54, wherein the indicia 
comprises automotive glass manufacturing informations 

57. The screen printing screen of Claim 54,- wherein the indicia 
comprises an automotive serial number. \ 



